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In the Claims: 

1 . (Canceled) 


2.-6, (cancelled) 


7. (currently amended) A method of making a lofty nonwoven 

fabric laminate in a single, in-line process, comprising steps in the order of: 

a) depositing a first layer of filaments onto a wire; 

b) bonding the first layer to an integrity sufficient to withstand high 
speed web transfer; 

c) depositing a second layer of crimped homofilament fibers connected 
to the first layer while the first layer remains on the wire; 

d) traversing the second layer of crimped homofilament fibers through 
a flow of heated air at a temperature, flow rate, and traversal rate sufficient to set the 
crimps of the fibers without substantial melt bonding or relaxation of the fibers and to 
provide an integrity sufficient to withstand high speed web transfer : and 

e) bonding the heat set second layer and the first nonwoven layer in a 
manner having sufficient integrity to withstand high speed web transfer. 


8. (Original) The method of making a lofly nonwoven fabric laminate 
in a single, in-line process according to Claim 7, wherein the second layer of fibers is 
xmcompacted. 
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9. (Original) The method of making a lofty nonwoven fabric laminate 
in a single, in-line process according to Claim 7, wherein the first layer filaments 
comprise spunbond fibers. 


10. (Original) The method of making a lofty nonwoven fabric laminate 
in a single, in-line process according to Claim 7, where the first layer fibers are 
comprised of polypropylene polymer. 


1 1 . (Original) The method of making a lofty nonwoven fabric laminate 
in a single, in-line process according to Claim 7, wherein the first layer is bonded with 
a hot air knife. 


12. (Canceled) 


13. (Original) The method of making a lofty nonwoven fabric laminate 
in a single, in-line process according to Claim 7, wherein the second layer crimped 
fibers comprise helically crimped fibers. 


14. (Cancelled) 


15. (Original) The method of making a lofty nonwoven fabric laminate 
in a single, in-line process according to Claim 7, where the second layer fibers 
comprise polypropylene polymer. 
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16. (Original) The method of making a lofty nonwoven fabric laminate 
in a single, in-line process according to Claim 7, wherein the flow of heated air to the 
second layer is provided by a diffuse hot air knife. 


17. (Original) The method of making a lofty nonwoven fabric laminate 
in a single, in-line process according to Claim 7, wherein the temperature is about 260 
°F to about 310 °F. 


18. (Original) The method of making a lofty nonwoven fabric laminate 
in a single, in-line process according to Claim 7, wherein the flow rate is between 
about 700 feet per minute to about 850 feet per minute. 


19. (Original) The method of making a lofty nonwoven fabric laminate 
in a single, in-line process according to Claim 7, wherein the traversal rate is between 
about 300 feet per minute to about 800 feet per minute. 


20. (Original) The method of making a lofty nonwoven fabric laminate 
in a single, in-line process according to Claim 7, wherein the second layer and first 
layer are bonded by a thermal point bond process. 


21 . (Currently Amended) A lofty nonwoven fabric laminate, 

comprising: 
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a first nonwoven layer having sufficient integrity to withstand high 
speed web transfer; 

a lofty, second nonwoven layer having stable, uncompacted crimped 
homofilament fibers substantially fi-ee of meU bondin g and having sufficient integrity 
to withstand high speed web transfer : and 

the second nonwoven layer and the first nonwoven layer bonded with 
sufficient integrity to withstand high speed web transfer. 

22. (Original) The lofty nonwoven fabric laminate of Claim 21, 
wherein the first layer filaments comprise spunbond fibers. 

23. (Original) The lofty nonwoven fabric laminate of Claim 21, 
wherein the first layer fibers are comprised of polypropylene polymer. 

24. (Original) The lofty nonwoven fabric laminate of Claim 21, 
wherein the first layer is heat fiised. 

25. (Original) The lofty nonwoven fabric laminate of Claim 21, 
wherein the second layer crimped fibers comprise spimbond fibers. 

26. (Cancelled) 

27. (Original) The lofty nonwoven fabric laminate of Claim 21, 


KCC-1142 


5 


RWN/pc 


KCC-15,814 

wherein the second layer crimped fibers comprise helically crimped fibers. 

28. (Canceled) 

29. (Original) The lofty nonwoven fabric laminate of Claim 21, where 
the second layer fibers are comprised of polypropylene polymer. 

30. (Original) The lofty nonwoven fabric laminate of Claim 21, 
wherein the second layer crimped fibers are heat set. 

31. (Original) The lofty nonwoven fabric laminate of Claim 21, 
wherein the second layer and first layer are bonded by a thermal point bond process. 

32. (Original) The lofty nonwoven fabric laminate of Claim 21, fiuther 
comprising: an intermediate nonwoven layer between the first layer and the second 
layer. 

33. (Original) The lofty nonwoven fabric laminate of Claim 32, 
wherein the intermediate nonwoven layer is spunbond. 

34. (Original) The lofty nonwoven fabric laminate of Claim 32, 
wherein the intermediate nonwoven layer is heat treated. 
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35. (Original) The lofty nonwoven fabric laminate of Claim 32, 
wherein the intemiediate nonwoven layer is meltblown. 

36. (Original) The lofty nonwoven fabric laminate of Claim 32, 
wherein the intermediate nonwoven layer is not heat treated. 

37. (Original) The lofty nonwoven fabric laminate of Claim 32, 
wherein the first and second nonwoven layers are point bonded. 

38. (Original) The lofty nonwoven fabric laminate of Claim 21, 
wherein the first and second nonwoven layers are adhesive bonded. 
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